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MFTAl. OXIDE c nMPnsmONS AND METHOD? 

r ArK-r.Rni ind o f the invention 
The instant invention relates to compositions primarily suitable for dental and medical 
restoration: i.e.. dental fillings or dental and bone adhesive, and to the method of their use 
5 for such purposes and methods of manufacture. 

There have been repeated efforts to replace amalgam as a filling in dental practice, as 
well as to have suitable adhesives for dental purposes other than for fillings. One 
polymeric material that has been suggested for such use is bisglycidylmethylmethacrylate 
polymer (bis-GMA). When used as a dental adhesive or filling, together with the other 
10 usual components admixed therewith, such bis-GMA offers good mechanical and physical 
properties, but exhibits considerable post-shrinkage and relatively poor adhesion to bone 
substrate. Thus, it is not entirely satisfactory for use as an adhesive in dental work or as a 
filling. The use of such GMA material is disclosed in U.S. Patents No. 4.588.756 and 
4.964,911. 

15 Zero polymerization shrinkage is one of the most necessary features of a dental 

restorative so that accumulated stresses do not debond the dentin-restorative interface 
which can result in leakage and microbial attack. 

U.S. Patent No. 4.659,751 discusses the use of a variety of acids and other materials in 
order to treat the surface of teeth, such as enamel and dentin, to activate the surfaces for 
improved adhesion to polymers, but no disclosure or suggestion is made therein of the use 

of the GMA or bis-GMA. 

In this regard, it is well known that in order to achieve desired bonding on enamel or 
dentin, the protein coatings on the enamel and the smear level on dentin must be removed. 
Traditionally, this has been done utilizing organic acids such as phosphoric, citric, and 
lactic acids, as well as ethylene diamine dicarboxylic acid. Accordingly, many of the new 
products provide such polyacids as surface cleaning and priming agents for enamel and 
dentin. At the present time bis-GMA resins themselves are not inherently adhesive to tooth 
surfaces, and if used acid etching is required. 

Nematic liquid crystals are known which can be photopolymerized at high 
temperature, i.e.. 90°C. within seconds with very low polymerization shrinkage to densely 
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crosslinks networks of reaction extent greater than 95% by the usual free radical methods. 
Tfce low polymerization shrinkage for such compounds originates from the high packing 
efficiency that already exists in the nematic state, thus minimizing the entropy reduction 
that occurs during polymerization. 
5 However, polymerization at lower temperatures, such as room temperature, results in 
undesirable intervening smetic and crystalline phases making them unsuitable as 
photopolymcrized medical and dental restoratives. 

CT IMMAR Y OF Tiff INVENTION 
The foregoing problems and deficiencies of the prior art are overcome by the instant 
,0 invention which provides especially low (essentially zero) polymerization shrinkage in the 
matrix resin while permitting high loading of strengthening materials and high matrix 
molecular weight, and ye, permitting the matrix to strain soften, and How onto and/or into 
areas to be cemented or restored, such as bone and tooth crevices, and be polymerized at 
room temperature. 

Briefly, the present invention comprises novel transparent or translucent acrylate (or 
methacrylate) based matrix-metal oxide compositions, metal oxide nanoparticles with 
surface complexes, mixed particles formed by such nanoparticles with larger monosized 
silica particles to improve mechanical strength, and photopolymerizable room temperature 
nematics that have high strength and hardness with essentially zero shrinkage. 

The invention also comprises the methods hereinafter set forth for making such 
tantalum oxide-silica microparticles. for making composites having reduced particle 
surface acidity, and the method of dental and bone restoration using the noted compos.tes. 

PFTMrFP nF<;rR " , ' noN 
While the instant invention will be described with particular reference to use in the 
medical and dental fields, as in bone cements and dental restoratives, because of the high 
strength, hardness, substantially zero shrinkage, excellent adhesiveness and transparency or 
uanslucency of the composites, they can be used in other applications such as adheswes for 
woods, metals, and the like, or for forming resistant optical coatings and plaques. 
While the present invention is carried out using any metal capable of forming 
30 amphoteric metal oxides to form the meta. oxide nanoparticles. such as tantalum, niob.um. 
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esttr exchange of tantalum oxide with an acid such as fomuc acid. 

For this invention it is import that such nanopanic.es be non-interacting wt^out 
hi^surfaceacidity. Highsurfaceacidityisdemmenulfordentalappiications 

^«to^i-^■ ^ ' ta ^ ,h4l,^,,P "" -, 

specific examples being 1-vinv, imidazole (V,M) and the phosphonated acryhc ester 
PHEMA. formed by reacting diethylchlorophosphate with hydroxyethyl methacrylate 
(HEMA) in the presence of tnethylamine in ether. Such PHEMA has the formula: 

(C I H 5 0) J P(0)-0(CH 3 ) 2 (C(0>OMe)C=CH J 
ltwillb eevident that other lik e po.ymenzab.e imidazoles and phosphates can beuuhzed 

Such complexed tantalum oxide nanoparticles with imidazole or phosphate 

with the matrix resin(s). 

Astoth^rixmonomersmereareu^ 

bis.cry.uet^tednerna^qmdcrys^ 

fcdnsformu.a^aC.to^ 

^tty^oupand.eli,. This large group size "mismatch" between the cen * ra ' 
30 Ilc^-*^-^ — ^ h -^ , -•■ ,im ■*■ ,hB, 
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product a nematic state at room temperature while suppressing crystallmity at the same 
temperature. 

The methacrylic derivates of the above diacrylates are also suitable. Also, as 
discussed below, bis-GMA and other bis-GMA and other bis-glycidylacrylate and 
methacrylate compounds can be included in the matrix. 

The method of making metal oxide clusters set forth in U.S. Patent 5,372,796 permits 
growth of tantalum oxide particles of 1-2 nm in diameter. Assuming perfect bonding 
between the particle and matrix, a decrease in particle size at a given volume fraction of 
particles will increase the elastic constraint on the deforming matrix molecules and lead to 
an increase in modulus. However, as the particle size approaches molecular dimensions, 
the very closely spaced crosslinking points of high functionality within the matrix will 
substantially quench any large scale molecular motions. It is these motions which are 
important for energy dissipation and fracture toughness. 

Thus, for the purposes of this invention, particles sizes in the 50-100 nm sizes are 
more suitable. Also, the X-ray opacity of a composite material made from only tantalum 
oxide particles is too high for optimum diagnostic sensitivity. Therefore, in accord with 
the instant invention the Ta-nanoparticles are combined with relatively large, preformed 
silica particles has the advantage of increasing particle size and reducing X-ray opacity. 

Monosized silica particles in the 10-20 nm diameter range are commercially available, 
but some are only stable as individual non-interacting particles at basic pH, where 
coagulation of the tantalum oxide nanoparticles will occur. Silica particles of 12 nm that 
are stable at acidic pH are available with a 1 3% aluminum oxide coating. These are 
supplied as concentrated water solutions that are stable at pH=4.5 and, in addition, are 
positively charged with chloride counterions. It has been found that when the naturally 
acidic methanol solutions of tantalum oxide nanoparticles are mixed with water solutions 
of this silica particle positive sol, clear stable solutions result which indicate excellent 
compatibility. 

When the solvent is removed from this mixture, gelation occurs with subsequent 
insolubilization of the oxides. However, for Ta-oxide silica ratios >2, the addition of a 
strong complexing agent such as triethylphosphate or other organic phosphates permits 
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complete solvent evaporation and subsequent dissolution into methanol. Substantial 
reduction of particle acidity is also observed when the surface protons on the tantalum 
oxide particles combine with chloride counterions of these silica particles and escape as 
HCl during vacuum evaporauon. For weight ratios of Ta-oxide/silica between 2 and 1, 
heteroeoagulation takes place and then even the phosphate-complexed oxide is insoluble. 

Organic phosphate triesters are known to be strong complexing agents for many metal 
ions with the potential to extract metal ions into hydrophobic phases, in order to take 
advantage of this complexing potential, the T^-SiO, composite is reacted with PHEMA. 
While PHEMA is a liquid at room temperature and is insoluble in water, it can be made 
soluble in water by the addition of a small quantity of methanol. 

With this type of compound, the strategy is to utilize the diethylphosphate terminus to 
bind to the nanoparticle surface and use the methacrylate end to copolymer^ and couple 
the nanopaiticies into the matrix resin. 

In a typical procedure 40 wt.% of a 2:1 Ta J 0 5 -SiO : composite with 60 wt% PHEMA 
was prepared by dissolving SiO particles and PHEMA in a methanol solution of Ta-oxide 
nanopanicles. and pumping the mixture dry at room temperature. The resultant gel was 
redissolved in methanol to form a clear mixture-indicating that the resulting nanopamcles 
were independent and non-associated, as intended. It was also found that bis-GMA can be 
partiallv substituted for PHEMA (up to 50 wt%) to make similar clear solutions. 

The results of these studies establish the feasibility of using both imidazole and 
phosphate termination to attach reactive species to nanoparticle surfaces so as to prevent 
particle interaction and network formation, and to enhance coupling to the matrix resm. 
They also demonstrate alternative routes to producing Ta^SiCs composite particles wtth 
variable x-ray absorbance. ir. the optimum size range of 50- 100 nm. 

Dental practice requires that the matrix materials be fluids between room temperature 
and body temperature. Liquid crystalline diacrylates such as. 

bisKMlO-acryloyloxyalkyl-l-oxyJbenzoyWt-butyl) quinones and methacrylo derivauves 
are especially useful for this purpose. Although molecules of this structure have been 
synthesized, practical application in low polymerization shrinkage applications was 
precluded because of the development of crystallinity at room temperature which 
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effectively prevents manipulation of the material. However, the novel substitution of the 
central aromatic group with an especially bulky group such as t-butyl was found to 
suppress crystallinity at room temperature while still permitting the nematic state to exist. 
Thus, tests with bis-(4-(10-acryloyloxydecyl-l-oxy)benzoyl)2-t-butyl quinone, 
5 [C 1 0(H,TB,H)] and bis-(4- 1 0-acryloyloxyhexyl-l-oxy)benzoyl)2-t-butyl quinone, 

[C6(H,TB,H)] ( were nematic in this temperature range and could be photopolymerized to 
strong solids with 1 -2% polymerization shrinkage. However, substitutions, such as 
(C10(H,H,H), C10(H.Me,H), C10(H,MeO,H), C6(l l,Me,H), C 1 1 (MeO,TB ? MeO), 
CI I(MeO,H,Me) and CI l(MeO,Me,MeO) all resulted in materials with melting points of 

10 50°C As previously noted, achieving a nematic state at room temperature while 

suppressing crystallinity at the same temperature requires a large side group size mismatch 
between the central aromatic group and the two surrounding aromatic groups. 

Even though liquid crystalline materials such as C10(H.H,H) melted above room 
temperature (ca85°C) dilution of CI0(H.H,H) with 50wt%bisGMA generated a mobile 

1 5 liquid crystalline phase at room temperature (28°C). This mobile liquid crystal phase 
converted to an isotropic phase at 63°C. 

It was possible to mix HEMA coated tantalum oxide nanoparticles prepared as above 
with this phase by co-dissolution of a HEMA solution of the nanoparticles in methanol 
with a methanol solution of the C10(H,H,H) and bis-GMA and subsequent evaporation of 

20 the methanol. The mobile room temperature liquid crystal phase of 

52wt%Ta,34%C10(H,H,H), 14% HEMA converted to an isotropic phase at 70°C. 

While bis-GMA can be included as part of the matrix, other C, to C, 2 acrylates and 
methacrylates can be used, such as bis-glycidylmethylacrylate, bis-glycidylethylacrylate. 
bis-glycidylethylmethacrylate. 2-hydroxyethylmethacrylate. mixtures thereof, and the like. 

25 The amount of nanoparticles added to the matrix can vary widely. Amounts of up to 

40 wt. % of nanoparticles for 100 wt % of nanoparticles and matrix, can be utilized. At 
amounts above about 40 wt. % the admixture becomes pasty. Obviously, the amount of 
loading is in the range necessary to give the desired final product and thus can be 
determined for such particular nanoparticle and matrix used by routine experimentation. 
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In using the transparent or translucent nanoparucle-matrix composition, it need only 
be applied to the surface to be treated and photopolymerized. Thus, for use as a dental 
restorative, the liquid or pasty composition is placed on the tooth by a dentist or dental 
technician and ultra-violet light used to effect the polymerization (cure) into a high 
strength, hard, transparent, X-ray opaque coating, or filling, with essentially zero 
shrinkage. Such essentially zero shrinkage is most important for fillings. Also, the 
transparency or translucency is an important characteristic, because it permits deeper 
photocure in thicker layers of the restorative composition, thus avoiding the multiple 
applications of opaque photocured restoratives presently used. 

While the invention has been described in connection with a preferred embodiment, it 
is not intended to limit the scope of the invention to the particular form set forth, but on the 
contrary, it is intended to cover such alternatives, modifications, and equivalents as may be 
included within the spirit and scope of the invention as defined by the appended claims. 
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Claims 

What is claimed is: 

1 . Metal oxide nanoparticles having surfaces complexed with a polymerizable, 
biocompatible heterocyclic base. 
5 2. The nanoparticles of Claim 1 wherein the metal is tantalum and the base is an 

alkene terminated imidazole or phosphate. 

3. The nanoparticles of Claim 2 wherein the base is 1-vinyl imidazole or 

(C 2 H 5 O) 2 P(0)-O(CH 2 ) 2 (C(O)-OMe)C=CH r 

4. Metal oxide-silica nanoparticles composites with surfaces complexed with a 
10 polymerizable, biocompatible heterocyclic base. 

5. The nanoparticles of Claim 4 wherein the metal is tantalum and the base is an 

alkene terminated imidazole or phosphate. 

6. The nanoparticles of Claim 5 wherein the base is 1-vinyl imidazole or 

(C,H,O) 2 P(0>O(CH 2 ) 2 (C(O)-0Me)C-CH 2 . 
15 7. A composition photopolymerizable into transparent or translucent solids 

comprising an acrylate based monomer matrix containing metal oxide 
nanoparticles or metal oxide-silica nanoparticles having surfaces complexed 
with a polymerizable, biocompatible heterocyclic base. 

8. The composition of Claim 7 wherein the metal is tantalum and the base is an 
20 alkene terminated imidazole or phosphate. 

9. The composition ofClaim 8 wherein the base is 1 -vinyl imidazole or 

(C 2 H 5 O) 2 P(O)-0(CH 2 ) 2 (C(0)-OMe)C=CH 2 . 

10. The method of making metal oxide nanoparticles with complexed surfaces 

comprising reacting the nanoparticles with a polymerizable, biocompatible 
heterocyclic base at a temperature and for a time sufficient to complex said 
surfaces. 

1 1 . The method of Claim 1 0 wherein said nanoparticles arc tantalum oxide 
nanoparticles or tantalum oxide-silica composite nanoparticles and said base 
is an alkene terminated imidazole or phosphate. 

8 
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12. The method of Claim 1 1 wherein the base is 1-vinyl imidazole or 

(CH^P^WCH^QO^OMeJC^H,. 

13. The method of making photopolymerizable, transparent or translucent X-ray 

opaque compositions comprising admixing a metal oxide nanoparticles 
having surfaces complexed with a polymerizable, biocompatible 
heterocyclic base and an acrylate based monomer. 

14. The method of Claim 13 wherein said nanoparticles are tantalum oxide 

nanoparticles or tantalum oxide-silica composite nanoparticles with said 
base in an alkene terminated imidazole or phosphate. 

15. The method of Claim 14 wherein the base is 1-vinyl imidazole or 

(CjH^^OHXCH^CfO^MOC^H,. 
16 The method of dental repair comprising applying to a dentin surface the 

photopolymerizable composition of Claim 7 and then photopolymerizing 
said composition. 

,17. The method of Claim 16 wherein the metal is tantalum and the base is an alkene 

terminated imidazole or phosphate. 
18. The method of Claim 17 wherein the base is 1-vinyl imidazole or 

(C 2 H 5 O) 2 P(O)-0(CH 2 ) 2 (C(O)-OMe)C=CH r 
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